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TECHNICAL RAW MATERIALS

MICROSCOPIC  STRUCTURE.

The Pericarp consists chiefly of long, radially arranged Palisade-
Cells, the lumen of which is filled with a siliceous body.1 Following this is
a light-yellow zone of collapsed cells and a layer of small stone cells. After

FIG. 247.    Ivory Nut or Vegetable Ivory (Phytelephas macrocarpa).    Cells of Endosperm.
(TSCHIRCH.)
por pits, the contents destroyed by warming in water; o fat drops;  p protoplasm.
separating the seed from the shell, there remains attached to the latter
part of the outer layer of the Spermodenn, consisting of Sclerenchyma
Fibers crossing one another in different directions. The inner spermo-
derm consists of large, nearly isodiometric, thick-walled, non-porous
cells.
1 A full description is given by MOLISCH: Die Kieselzellen in der Steinschale der Steni-
nuss.    Centorg. Warenk. Tech. 1891, 103-105.